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Layers comprising a molecular sieve layer on a porous or non-porous support, having uniform properties and allowing high flux are j 
prepared from colloidal solutions of zeolite or other molecular sieve precursors (particle size less than 100 nm), by deposition, e.g., by spin j 
or dipcoadng, or by in situ crystallization. 
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"Molecular Sieve Layers and Processes 
for their Manufacture" 

This invention relates to molecular sieves, more 
* especially to crystalline molecular sieves, and to layers 
containing them. More especially, the invention relates to 
a layer, especially a supported layer, containing particles 
of a crystalline molecular sieve. 

Molecular sieves find many uses in 
physical, physicochemical, and chemical processes, most 
notably as selective sorbents, effecting separation of 
components in mixtures, and as catalysts. In these 
applications, the crystallographically-def ined pore 
structure within the molecular sieve material is normally 
required to be open, and it is then a prerequisite that any 
structure-directing agent, or template, that has been 
employed in the manufacture of the molecular sieve be 
removed, usually by calcination. 

Numerous materials are known to act as molecular 
sieves, among which zeolites form a well-known class. 
Examples of zeolites and other materials suitable for use 
in the invention will be, given below. 

When molecular sieves are used as sorbents or 
catalysts they are often in granular form. Such granules 
may be composed entirely of the molecular sieve or be a 
composite of a binder or support and the molecular 
sieve, with the latter distributed throughout the entire 
volume of the granule. In any event, the granule usually 
contains a non-molecular sieve pore structure which 
improves mass transfer through the granule. 

The support may be continuous, e.g., in the form of a 
plate, or it may be discontinuous, e.g., in the form of 

* 

granules. The molecular sieve crystals may be of such a 
size that, although the pores of the support are occupied 
by the crystals, the pores remain open. Alternatively, the 
molecular sieve may occupy the pores to an extent that the 
pores are effectively closed; in this case, when the 
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support is continuous a molecular sieve membrane may 
result. 

Thus, depending on the arrangement chosen and the 
nature and size of the material to be contacted by the 
molecular sieve, material may pass through the bulk of the 
molecular sieve material entirely through the pores of the 
molecular sieve material, or entirely through interstices 
between individual particles of the molecular sieve 
material, or partly through the pores and partly through 
the interstices. 

Molecular sieve layers having the permeation path 
entirely through the the molecular sieve crystals have been 
proposed for a variety of size and shape selective 
separations. Membranes containing molecular sieve crystals 
have also been proposed as catalysts having the advantage 
that they may perform catalysis and separation 
simultaneously if desired. 

In EP-A-13 5069, there is disclosed a composite 
membrane comprising a porous support, which may be a metal, 
e.g., sintered stainless steel, an inorganic material, or a 
polymer, one surface of which is combined with an ultra 
thin (less than 25 nm) film of a zeolite. In the 
corresponding U.S. Patent No. 4,699,892, it is 
specif i-cally stated that the zeolite is non-granular. In 
EP-A-180200, a composite membrane is disclosed, employing a 
zeolite that has been subjected to microf iltration to 
remove all particles of 7.5 nm and above. The membrane is 
made by impregnation of a porous support by the 
ultraf iltered zeolite solution, resulting in a distribution 
of the zeolite crystals within the pore structure. 

In EP-A-481660, which contains an extensive discussion 
of earlier references to membranes, there is disclosed a 
zeolite membrane on a porous support, in which the zeolite 
crystals are stated to form an essentially continuous layer 
over and be directly bonded to the support. The membrane 
is formed by immersing the support in a synthesis gel, 
multiple immersions being employed to ensure that any 
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pinholes are occluded by the zeolite crystals being formed 
within the pores. 

Zeolites with a small particle size and narrow size 
distribution are disclosed for use in composite 
poly-dimethylsiloxane membranes in J. Mem. Sci. 73 (1992) 
pll9 to 128, by Meng-Dong Jia et al; however, the crystal 
size, though uniform, is within the range of 200 to 500 nm. 
Bein et al, in Zeolites, Facts, Figures, Future, Elsevier, 
1989, pp 887 to 896, disclose the manufacture of zeolite Y 
crystals of a size of about 250 nm and embedding them in a 
glassy silica matrix. Even smaller sizes such as 2 to 10 
nm are envisaged in WO 92/19574. 

In Zeolites, 1992, Vol. 12, p 126, Tsikoyiannis and 
Haag describe the formation of membranes from zeolite 
synthesis gels on both porous and non-porous supports; when 
the support is non-porous, e.g., poly-tetraf luorethylene or 
silver, the membrane is separable from the support. When 
the support is porous, e.g., a Vycor (a trademark) porous 
glass disk, the membrane is strongly bonded to the surface, 
zeolite crystallization within the pores being prevented by 
presoaking the disk in water. 

Numerous other techniques for forming membranes have 
been proposed. 

In EP-A-397216, methods of making crack- and pinhole- 
free alumina films of a thickness within the range of from 
0.01 to 2 nm on a porous support layer are described, the 
methods including brush, spray, dip, spincoating, 
electrophoretic and thermophoretic techniques. .The 
membranes may be pretreated. 

Despite the proposals in these literature and patent 
references, there still remains a need for a supported 
inorganic molecular sieve layer having a controllable 
thickness that may, if desired, be of a thickness of the 
order of only a few microns. There accordingly also 
remains a need for a process of manufacturing such a layer 
whereby the uniformity of the layer thickness may be 
controlled, even when the layer is thin. 
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Such a layer and a process for its manufacture make 
possible the production of a number of useful products 
including membranes, which because of their -uniformity 'and 
thinness win have predictable properties, and will permit 
a high flux. 

It has now been found that such a supported layer 
obtainable using as starting material a crystalline 
molecular sieve of very small partial* size, preferably of 
a size Lnab a true colloidal dispersion ^f_the particles 
nay be obtained, and preferably also cf a narrow particle 

distribution. 

In a first aspect of the invention, there is provided 
« layer comprising a supported inorganic layer comprising 
contiguous particles of a crystalline molecular sieve, the 
particles having a mean particle size within the range Q * 
from 20 nm to l urn. 

Advantageously, in the first aspectnsf the invention 
the mean particle size is within the range of fra 2Q to ' 

500 nm, preferably it is within the range of from 20 to 3 nn 
nm and most preferably within the range of from 20 to 200 
nm. Alternatively, the mean particle size is 
advantageously such that at l east 5% of the unit c *n s 0 + 
the crystal av K at the crystal surface. 

In a second aspect of the invention, there is provided 
a supported inorganic layer comprising particles_nf a 
crystalline molecular sieve, the particles having a mean 
particle size within the range of from 20 to 200 nm. 

In both the first and second aspects of the invention 
the layer comprises molecular sieve particles optionally 
coated with skin of a different material;, these are 
Identifiable as individual particles Although they may be 
mtergrown as indicated below, by electron microscopy. The 
layer, at least after activation, is msehanir.ally cohesive 
and rigid. within the interstices between the particles in 
tms rigid layer, there may exist a plethora of non- 
molecular sieve pores, which maybe open, or partially open, 

permit passage: uf m^tpriPl t-hr^ir<K r^4-^' 

^ ^ ^--j.icix tnrough or within the layer, 
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or may be completely sealed, permitting passage through the 
layer only through the pores in the particles. 

Advantageously, the particle size distribution is such 
that 95% of the particles have a size within +33% of the 
mean, preferably 95% are within ±15% of the mean, 
preferably +10% of the mean and most preferably 95% are 
within +7.5% of the mean. 

It will be understood that the particle size of the 
molecular sieve material forming the layer may vary 
continuously or stepwise with distance from the support. In 
such a case, the requirement for uniformity is met if the 
particle size distribution is within the defined limit at 
one given distance from the support, although 
advantageously the particle size distribution will be 
within the defined limit at each given distance from the 
support . 

The use of molecular sieve crystals of small particle 
size and preferably of homogeneous size distribution 
facilitates the manufacture of a three-dimensional 
structure which may if desired be thin but which is still 
of controlled thickness. 

In the first aspect of the invention, the particles 
are contiguous, i.e., substantially every particle 
including any skin that may be present is in contact with 
one or more of its neighbours as evidenced by electron 
microscopy preferably high resolution microscopy, although' 
not necessarily in contact with all its closest neighbours. 
Such contact may be such in some embodiments that 
neighbouring crystal particles are intergrown, provided 
they retain their identity as individual crystalline 
particles. Advantageously, the resulting three dimensional 
structure is grain-supported, rather than matrix-supported, 
in the embodiments where the layer does not consist 
essentially of the crystalline molecular sieve particles. 
In a preferred embodiment, the particles in the layer are 
closely packed. 
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ln the second aspect of the inveTTtion, the particles 
may be contiguous, but nti*d not be. 

a layer in accordance with either the first or the 
eecond aspect of the invention may fo e : constructed to 
contain passageways, between the particles, that provide a 
non-aoleculai sieve pore structure through or -into the 
layer. Such a layer may consist essentially of the 
particles ur may contain another component, which tuny hp- 
loosely Lexrmed a matrix wn.ich, while surrounding the 
particlHM, does not so completely or closely_do so that all 
pathways round the particles are closed, A.Tjhe_r natively, 
tha layer may be constructed so that a matrix present 
completely closes such pathways, with ...the result that the 
only path through or into the layer is through the 
particles themselves. 

it will be understood that references herein to the 
support of a layer include both continuous and 
discontinuous supports. 

References to particle size are throughout this 
specification to the longest dimension of the particle and 
particle sizes are as measured by direct imaging with 
electron microscopy. Particle size distribution may be 
determined by inspection of scanning or transmission 
electron micrograph images preferably on -lattice images, 
and analysing an appropriately sized population of 
particles for particle cisc. 

As molecular sieve, there may be mentioned a silicate, 
metallosilicates. an aluminosilicate, ban aluminophosphate, ' 
a silicoaluminophosphate, a metalloaluminophosphate, a 
metalloaluminophosphosilicate or a galxasilicate. 

The preferred molecular sieve will depend on the 
chosen application, for example, separation, catalytic 
applications, and combined reaction separation. There are 
many known ways to tailor the properties of the molecular 
sieves, for example, structure type, chemical composition, 
ion-exchange, and a^Livation procedures. 



WO 94/25151 PCT/EP94/01301 

- 7 - 

Representative examples are molecular sieves/zeolites 
of the structure types AFI , AEL, BEA, CHA, EUO, FAU, FER, 
KFI, LTA, LTL, MA2 , MOR, MFI, MEL, MTW, OFF and TON. 

Some of the above materials while not being true 
zeolites are frequently referred to in the literature as 
such, and this term will be used broadly in the 
specification below. 

A supported layer according to the invention may be 
manufactured in a number of different ways. In one 
embodiment the invention provides a process of making a 
layer by deposition on a support from a colloidal zeolite 
suspension obtainable by preparing an aqueous synthesis 
mixture comprising a source of silica and an organic 
structure directing agent in a proportion sufficient to 
effect substantially complete dissolution of the silica 
source in the mixture at the boiling temperature of the 
mixture, and crystallization from the synthesis mixture. 
The synthesis mixture will contain, in addition, a source 
of the other component or components, if any, in the 
zeolite. 

The particle size of the crystals formed may be 
controlled by the crystallization temperature, or any other 
process capable of giving crystals of highly uniform 
particle size, in a size such that a stable colloidal 
suspension may be obtained. A stable colloidal suspension 
is one in which no visible separation occurs on standing 
for a prolonged period, e.g., one month. Details of a 
procedure for preparing the colloidal suspension mentioned 
above are given in our co-pending Application No. 
PCT/EP92/02386, the entire disclosure of which is 
incorporated by reference herein. 

The invention also provides a supported layer made by 
the above process. 

In accordance with preferred processes according to 
the invention, the silica is advantageously introduced into 
the synthesis mixture as silicic acid powder. 
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The organic structure directing agent is 
advantageously introduced into the synthesis mixture in the 
form of a base, specifically in the form of a hydroxide, 
but a salt, e.g, a halide, especially a bromide, may be 
employed. 

The structure directing agent may be, for example, the 
hydroxide or salt of tetramethylammonium (TMA) , 
tetraethylammonium (TEA) , triethylmethylammonium (TEMA) , 
tetrapropylammonium (TPA) , tetrabutylammonium (TBA) , 
tetrabutylphosphonium (TBP) , trimethylbenzylammonium(TMBA) , 
trimethylcetylammonium (TMCA) , trimethylneopentyl ammonium 
(TMNA) , triphenylbenzylphosphonium (TPBP) , bispyrrolidinium 
(BP) , ethylpyridinium (EP) , diethylpiperidinium (DEPP) or a 
substituted azoniabicyclooctane, e.g. methyl or ethyl 
substituted quinuclidine orl , 4-diazoniabicyclo- (2 , 2 , 2 ) 
octane. 

Preferred structure directing agents are the 
hydroxides of TMA, TEA, TPA and TBA. 

Further processes for the manufacture of layers 
according to the invention, including specific methods of 
depositing the molecular sieve on the support and post- 
treatment of the resulting layer, will be given below. 

The thickness of the molecular sieve layer is 
advantageously within the range of 0.1 to 20 Jim, preferably 
0.1 to 15 |im, more preferably from 0.1 to 2 (.im. 
Advantageously, the thickness of the layer and the particle 
size of the molecular sieve are such that the layer 
thickness is at least twice the particle size, resulting in 
a layer several particles thick rather than a monolayer of 
particles. 

Advantageously, the layer is substantially free of 
pinholes, i.e., substantially free from apertures of 
greatest dimension greater than 0.1 |im. Advantageously , at 
most 0.1% and preferably at most 0.0001% of the surface 
area is occupied by such apertures. 

Depending on the intended end use of the layer, a 
greater or smaller proportion of the area of the layer may 
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be occupied by macropores, apertures having a greatest 
dimension less than 0.1 jam but greater than 
1 nm. These macropores may be formed by the interstices 
between the crystals of the molecular sieve, if the layer 
consists essentially of the molecular sieve, and elsewhere, 
if the layer comprises the molecular sieve and other 
components. Such layers may be used, inter alia , for 
ultrafiltration, catalytic conversion, and separations 
based on differences in molecular mass (Knudsendif fusion) , 
and indeed for any processes in which a high surface area 
is important. 

The layer advantageously has a large proportion of its 
area occupied by crystalline-bounded micropores, i . e. , pores 
of a size between 0.2 and 1 nm, depending on the particular 
molecular sieve being employed. Pores of size within the 
micropore range result, for example, when the layer 
contains a component in addition to one derived from 
colloidal molecular sieve particles. In another embodiment 
especially suitable for ultrafiltration, the layer contains 
nanopores, i.e., pores of a size between 1 and 10 nm. 

The layer support may be either non-porous or, 
preferably, porous, and may be continuous or particulate. 
As examples of non-porous supports there may be mentioned 
glass, fused quartz, and silica, silicon, dense ceramic, 
for example, clay, and metals. As examples of porous 
supports, there may be mentioned porous glass, sintered 
porous metals, e.g. , steel or nickel (which have pore sizes 
typically within the range of 0.2 to 15 |_im) , and, 
especially, an inorganic oxide, e.g., alpha-alumina, 
titania, an alumina/zirconia mixture, or Cordierite. 

At the surface in contact with the layer, the support 
may have pores of dimensions up to 50 times the layer- 
thickness, but preferably the pore dimensions are 
comparable to the layer thickness. 

Advantageously, the support is porous alpha-alumina. 
Typically this has a surface pore size within the range of 
from 0.08 to 10 \xm, preferably from 0.08 to l jam, most 
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preferably from 0.08 to o.ie Mm# and 

n.™ Por. . lM attribution. The support „ay be 

, LU ! ye r : eXi "" Pl0 ' t0 «» — transfer 

^ Wacter lstl c s o1 the layer, o„ ly tie surface region of 

.•t.e support in contact with the layer »ay have niU 

pores, „Mle the bulk of theUupport, toward the 
surface remote fro- the layer, may have Urge Walter 
porae. An example or such , aultiia^r support -is an 
alpna-al Utt ina dis* having pores of about i u^dia^r 



wit-h. pore^size about 



coated with a layer, of alpha -alumina 
o.03 Jim, 

Th* invasion also provides a structure, in which the 
support. especially a conrinUous por ^ U5 Bupport 

■oleculer .eve l ayer on each side ofj t h e . SU ppn*t _the 
layers on L lie two sides oe ing the aaaj^r-tftf fn-mt 

The layer may, and for many usesUdvantageously does 
oonsi-L essentially of the molecular kUv e material or 
»*y be a composite of the molecular sieve material and 
intercalating material which is fl l so knorganic. The 
intercalating material mav 4->,« _ 4- : .• - 

„ thA . . * teriai be th <= material" of the support. 

If the layer xs a composite it may, ak indicated above 
contain micropores and/micropores, bounded by molecular 
-eve portions, by portions of intercalating material or 
by both molecular sieve and intercalating material, The 

or^ d 7 b V Ppli6d t0 SUPP °" ^~ly with 
or after depositxon of the molecular sieve, and ffiay be 

applied, for ^ rap i e , by a sol-gel proles* followed by 

^r" 1 -""."' SUltable materialS —Pie, 
morgans ux.des, e.g., silica , ^ 

in s Jr- Ant " Caiatin ^ i» advantageously present 

m auf fxcxently low a proportion of the total material of 
th* l.yer that the molecular sieve particles remain 

contiguous. ! 

The invention further provides additional preferred 
processes tor manufacturing a i rty „ r . I 

The present invention accordingly-^ provide * 
Process for the manufacture of « layerUomprising a 
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crystalline molecular sieve on a porous support, which 
comprises pre-treating the porous support to form at a 
surface thereof a barrier layer, and applying to the 
support a reaction mixture comprising a colloidal 
suspension of molecular sieve crystals, having a mean 
particle size of at most 100 ran and advantageously a 
particle size distribution such that at least 95% of the 
particles have a size within ±15%, preferably ±10%, more 
preferably within ±7.5%, of the mean, colloidal silica and 
optionally an organic structure directing agent, to form a 
supported molecular sieve layer, and if desired or required 
activating the resulting layer. 

Activation removes the template and can be achieved by 
calcination, ozone treatment, plasma treatment or chemical 
extraction such as acid extraction. 

The invention also provides a supported layer formed 
by the process. 

The barrier layer functions to prevent the water in 
the aqueous reaction mixture from preferentially entering 
the pores of the support to an extent such that the silica 
and zeolite particles form a thick gel layer on the 
support . 

The barrier layer may be temporary or permanent. As a 
temporary layer, there may be mentioned an impregnating 
fluid that is capable of being retained in the pores during 
application of the reaction mixture, and readily removed 
after such application and any subsequent treatment. 

As indicated below, spin coating is an advantageous 
technique for applying the reaction mixture to the support 
according to this and other aspects of the invention. The 
impregnating fluid should accordingly be one that will be 
retained in the pores during spinning if that technique is 
used; accordingly the rate of rotation, pore size, and 
physical properties of the fluid need to be taken into 
account in choosing the fluid. 

The fluid should also be compatible with the reaction 
mixture, for example if the reaction mixture is polar, the 
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barrier fluid should also be polar. As the reaction 
mixture is advantageously an aqueous reaction mixture, 
water is advantageously used as the barrier layer. 

To improve penetration, the fluid barrier may be 
applied at reduced pressure or elevated temperature. If 
spin-coating is used, the support treated with the barrier 
fluid is advantageously spun for a time and at a rate that 
will remove excess surface fluid, but not remove fluid from 
the pores. Premature evaporation of fluid from the 
outermost pores during treatment may be prevented by 
providing an atmosphere saturated with the liquid vapour. 

As a temporary barrier layer suitable, for example, 
for an alpha-alumina support there may be especially 
mentioned water or glycol. As a permanent barrier suitable 
for an alpha-alumina support there may be mentioned 
titania, gamma-alumina or an alpha-aluminacoating of 
smaller pore size. 

The colloidal suspension of molecular sieve crystals 
is advantageously prepared by the process indicated above, 
i.e., that described in PCT Application EP/92/02386. The 
colloidal silica may be prepared by methods known in the 
art; see for example Brinker and Scherer, Sol-Gel Science, 
Academic Press, 1990. A preferred method is by the acid 
hydrolysis of tetraethyl Orthosilicate. The organic 
structure directing agent, if used, is advantageously one 
of those mentioned above. 

As indicated above, the reaction mixture is 
advantageously applied to the support by spin-coating, the 
viscosity of the mixture and the spin rate controlling 
coating thickness. The mixture is advantageously first 
contacted with the stationary support, then after a short 
contact time the support is spun at the desired rate. 
After spinning, the silica is advantageously aged by 
retaining the supported layer in a high humidity 
environment, and subsequently dried, advantageously first 
at room temperature and then in an oven. 
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In a further embodiment of the invention, there is 
provided a process for the manufacture of a layer 
comprising a crystalline molecular sieve on a porous 
su PPort which comprises applying to the support by dip- 
cbating a colloidal suspension of molecular sieve crystals, 
having a mean particle size of at most 100 nm and 
advantageously a particle size distribution such that at 
least 95% of the particles have a size within ±15%, 
preferably ±10%, more preferably ±7.5%, of the mean, drying 
the resulting gel on the support and if desired or required 
activating the resulting layer. 

The invention also provides a layer made by the 
process . 

In this embodiment of the invention, the pH of the 
suspension is an important factor. For example, at a pH 
above 12, colloidal silicalite crystals tend to dissolve in 
the medium. Adhesion of the layer to the support improves 
as pH is reduced, with acceptable adhesion being obtained 
between pH 7 and 11, good adhesion between pH 4.0 and 7, 
and very good adhesion below pH 4.0, although agglomeration 
of particles may occur at too low a pH. 

Adhesion of the layer to its support may be enhanced 
by the inclusion in the suspension of an organic binder or 
surfactant, the presence of an appropriate proportion of 
which may also reduce the incidence of cracks in the final 
layer. Among binders there may be mentioned polyvinyl 
alcohol (PVA) ,. advantageously with a molecular weight of 
from 1000 to 100000, preferably from 2000 to 10000, and 
most preferably in the region of 3000, and hydroxyalkyl 
cellulose, especially hydroxypropyl cellulose (HPC) , 
advantageously with a molecular weight of from 50000 to 
150000, and preferably in the region of 100000. 

An appropriate proportion of crystals in the 
suspension may readily be determined by routine experiment; 
if the proportion is too low a continuous layer will not be 
reliably formed while if it is too high the layer will tend 
to contain cracks after activation. For silicalite, 
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advantageous lower and upper limits a; 
0,75%) ruirt 1.5% resper.:l..j.v«ly- 

The time spent by the support immersed in the 
suspension also affects the thickness of the layer and its 
quality. Advantageously the dip-time is at most 15 seconds 
with a solution containing 1.1% by weight silicalite 
crystals; an immersion of from 1 to i0 -eeconds gives a 
crack-free layer of thickness 0.7 to 1-3 |im. 

In our co-pending Application nq. PCT/SP92/02330, the 
entire disclosure of which is incorporated by reference 
herein, there is disclosed the formation of an aqueous 
synthesis mixture comprising a source? of particulate silica 

in which the particles advantageously have a mean diameter 
of at most 1 (Am, seeds of an MFI zeolite having a mean 
particle size of at most 100 nm in the form of a colloidal 
suspension, an organic structure directing agent/ and a 
source of fluorine or of an alkali metal, the synthesis 
mixture having an alkalinity, expressed as a molar ratio of 
OK":Si0 2 of at most 0.1. Crystallization of this synthesis 



,L_*fiolite crystals. 
Lwe-ight of the mixture, 
The. synthesis mixture 



mixture produces very uniform, small, 
The proportion of seed, based on the 
is given as from 0*05 to 1700 wppm. 

will additionally contain a source of any other zeolite 
component . 

In a further embodiment of the present invention, a 
seeding technique may be used. In this embodiment, the 



manufacture of a layer 



invention provides a process for the 
comprising a crystalline molecular sieve on a porous 
support, which comprises applying toior forming on the 
support a layer comprising amorphous rsili-ea containing 
seeds of a zeolite having a mean particle size of at most 

* 

100 nm, and advantageously having a particle size 
distribution such that at least 95% of the particle have a 
size within ±15%, preferably ±10%, preferably within ±7.5%, 
of the mean, subjecting the layer to rhyrlrnthp.-rmal 
crystallization, and if desired or required activating the 
crystallized layer. 



• I 
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Again, other components useful in forming the zeolite 
layer may be present. Such components may include , for 
example, an organic structure directing agent, which may be 
in salt form. 

The invention also provides a supported layer made by 
the process. 

The layer is advantageously applied to or formed on 
the support by dipcoating or spincoating, advantageously 
substantially as described above. 

If dipcoating is used, the support is advantageously 
dipped into a solution containing the amorphous silica in 
colloidal form, advantageously with a particle size at most 
0.1 jam; the solution may if desired contain other 
components useful in forming the final zeolite layer. If 
spincoating is used, the silica may be of larger particle 
size but is advantageously colloidal. 

The layer thickness at this stage, after dipcoating or 
spincoating, is advantageously within the range of from 0.1 
to 20 jim. 

Hydrothermal crystallization to form the zeolite layer 
is advantageously carried out by immersing the layer in a 
solution described below, and heating for time and at the 
temperature necessary to effect crystallization. 

The solution advantageously contains either all the 
components necessary to form a zeolite or only those 
components necessary but which are not already present in 
the layer on the support. In the latter case, crystals do 
not form in the solution, which remains clear and maybe re- 
used. 

After crystallization, the supported layer may be 
washed, dried, and activated in the normal way. 

By this embodiment of the invention, a 
dense, homogeneous, and crack-free supported layer may 
beobtained. A 1 jam thick zeolite layer may readily 
beobtained, with a grain size of 100 to 300 nm. 

In a further embodiment of the invention, molecular 
sieve crystals are synthesized in situ on the support. 
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According to this embodiment, the invention provides a 
process for the manufacture of a layer comprising a 
crystalline molecular sieve on a porous support, which 
comprises preparing a synthesis mixture comprising a source 
of silica and an organic structure directing agent 
preferably in the form of a hydroxide in a proportion 
sufficient to effect substantially complete dissolution of 
the silica source in the mixture at the boiling temperature 
of the mixture, immersing the support in the synthesis 
mixture, crystallizing zeolite from the synthesis mixture 
onto the support, and if desired or required activating the 
crystallized layer. 

The invention also provides a supported layer made by 
the process. 

The synthesis mixture will also contain a source of 
other components, if any, in the zeolite. 

Advantageously, to obtain colloidal material, 
crystallization is effected at a temperature less than 120° 
C. As indicated in PCT/EP92/02386, the lower the 
crystallization temperature the smaller the resulting 
particle size of the crystals. For zeolites made in the 
presence of an alumina source, the particle size may also 
be varied by varying the alumina content. The effect of 
varying the alumina content is, however, not the same for 
all zeolites; for example, for zeolite beta, the particle 
size varies inversely with alumina content while for an 
MFI -structured zeolite the relationship is direct. 

The substrate used in accordance with this aspect of 
the invention may be any one of those described above in 
connexion with other processes; an alpha-alumina support is 
advantageously used; the pore size may vary with the 
intended use of the layer; a pore size within the range loo 
nm to 1.5 \xm may conveniently be used. Care should be 
taken to avoid undue weakening of the support by, for 
example, controlling prolonged exposure to high 
temperatures and alkalinity. 
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Although the various processes of the invention 
described above yield a supported layer of good quality, 
the resulting layer may still contain apertures of greater 
size than desired for the intended use of the product. For 
example, apertures greater than those through the molecular 
sieve itself are undesirable if the supported layer is to 
be used for certain types of separation process since they 
result in a flux greater than desired and impaired 
separation. If this is the case, the supported layer may 
be subjected to a reparation procedure. In this procedure, 
the supported layer may be subjected to one of the various 
reparation techniques known to those skilled in the art. 

It is therefore in accordance with the invention to 
manufacture a supported layer by first carrying out one of 
the layer-forming processes according to the invention and 
described above and following it by reparation of the layer 
by a method known per se. 

Preferably, however, the reparation is carried out by 
again subjecting the supported layer to a manufacturing 
process of the invention. 

The invention accordingly also provides a process for 
the manufacture of a supported layer in which one of the 
layer-forming processes above is carried out two or more 
times, or in which one of the processes above carried out 
one or more times is followed by another of the processes 
above, carried out one or more times, or in which one of 
the processes above is carried out two or more times with 
another or others of the processes above, carried out one 
or more times, intervening. The invention also provides a 
supported layer, especially a membrane, made by such a 
process. 

The layers according to the invention and produced in 
accordance with the processes of the invention may be 
treated in manners known per se to adjust their properties, 
e.g. , by steaming or ion exchange to introduce different 
cations or anions, by chemical modif ication, e .g. , 
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aepoaition of organic compounds on the crystals or into the 
pores of the molecular sieve, or by introduction of a metal. 

The layers may be used in the farm of a membrane, used 
herein to describe a barrier having separation properties, 
for separation of fluid (gaseous, liquid, or mixed) 
mixtures, for example., Reparation of la feed for a reaction 
from a feedstock mixture, or in catalytic applications, 
which may if desired combine catalysed conversion of a 
reactant nr reactants and separation j of reaction products. 

Separations which may be carried out using a membrane 
comprising a layer in accordance with the invention 
include, for example, separation of normal -aHwmes from co- 
boiling hydrocarbons, for example normal alkanes from iso 



and n-Cio to C w 
aromatic compounds 



alkanes such as in C 4 to C 6 mixtures 
alkanes from Kerosene; separation of 

from one another, especially separation of C s _aromatic 
isomers from each other, more especially para-xylene from a 
mixture of xylenes and, optionally, ^thylbenzene, and 
separation of aromatics of different -carbon numbers, for 
example, mixtures of benzene, toluene ,_jind mixed C g 
aromatics; separation of aromatic compounds from aliphatic 
compounds, especially aromatic molecules with from 6 to 8 
carbon atoms from C 5 to c 10 (naphtha ! range) aliphatics; 
separation of olefinic compounds from saturated compounds, 
especially light alkenes from alkane/alkene -mixtures, more 
especially ethene from ethane and propene from propane; 
removing hydrogen from hydrogen-containing' streams, 
especially from light refinery and petrochemical gas 
streams, more especially from C 2 and ilightecr components; 
and alcohols from aqueous streams. 

separation of heteroatomic compounds from hydrocarbons 
such as alcohols and sulphur containing materials such as 
h*2S and mercaptons . 

The supported layer of the invention may be employed 
as a membrane in such separations without the problem of 
being damaged by contact with the materials to be 
separated. Furthermore, many of these separations are 
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carried out at elevated temperatures, as high as 500°C,and 
it is an advantage of the supported layer of the present 
invention that it may be used at such elevated 
temperatures . 

The present invention accordingly also provides a 
process for the separation of a fluid mixture which 
comprises contacting the mixture with one face of a layer 
according to the invention in the form of a membrane under 
conditions such that at least one component of the mixture 
has a different steady state permeability through the layer 
from that of another component and recovering a component 
or mixture of components from the other face of the layer. 

Some specific reaction systems where these membranes 
would be advantageous for selective separation either in 
the reactor or on reactor effluent include: selective 
removal of a Para-Xylene rich mixture from the reactor, 
reactor product, reactor feed or other locations in a 
Xylenes isomerization process; selective separation of 
aromatics fractions or specific aromatics molecule rich 
streams from catalytic reforming or other aromatics 
generation processes such as light alkane and alkene 
dehydrocyclization processes (e.g. C 3 -C 7 paraffins to 
aromatics from processes such as Cyclar) , methanol to 
gasoline and catalytic cracking processes; selective 
separation of benzene rich fractions from refinery and 
chemical plant streams and processes; selective separation 
of olefins or specific olefin fractions from refinery and 
chemicals processing units including catalytic and thermal 
cracking, olefins isomerization processes, methanol to 
olefins processes, naphtha to olefins conversion processes, 
alkane dehydrogenation processes such as propane 
dehydrogenation to propylene; selective removal of hydrogen 
from refinery and chemicals streams and processes such as 
catalytic reforming, alkane dehydrogenation, catalytic 
cracking, thermal cracking, light alkane/alkene 
dehydrocyclization, ethylbenzene dehydrogenation, paraffin 
dehydrogenation; selective separation of molecular isomers 
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in processes such as butane isomerization, butylene 
isomerization, paraffin isomerization, olefin 
isomerization; selective separation of alcohols from 
aqueous streams and/or other hydrocarbons; selective 
separation of products of bimolecular reactions where 
equilibrium limits conversion to the desired products, e.g. 
MTBE production from methanol and isobutylene, ethylbenzene 
from ethylene and benzene, and cumene from propylene and 
benzene; selective removal of 2,6 dimethyl naphthalene from 
mixtures of alkane substituted naphthalenes during 
alkylation and/or isomerization. 

The invention further provides a process for 
catalysing a chemical reaction which comprises contacting a 
feedstock with a layer according to the invention which is 
in active catalytic form under catalytic conversion 
conditions and recovering a composition comprising at least 
one conversion product. 

The invention further provides a process for 
catalysing a chemical reaction which comprises contacting a 
feedstock with one face of a layer according to the 
invention, that is in the form of a membrane and in active 
catalytic form, under catalytic conversion conditions, and 
recovering from an opposite face of the layer at least one 
conversion product, advantageously in a concentration 
differing from its equilibrium concentration in the 
reaction mixture. 

The following examples illustrate the invention: 

Example 1 

This example illustrates manufacture of a layer by 
spin-coating with a temporary barrier layer. 

A porous alpha-alumina disk, diameter 25 mm, thickness 
3 mm, pore size 80 nm, is soaked in demineralized water for 
3 days. The soaked disk is placed in the specimen chuck of 
a CONVAC Model MTS-4 Spinner, and hot water is placed in 
the process cup to increase the humidity of the atmosphere. 
The disk is spun at 4 000 rpm for 30 seconds. 
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The disk is then immediately covered with a slurry 
comprising 25% by weight of Ludox (a trademark) AS-40 
colloidal silica and 75% by weight of an aqueous dispersion 
containing 6.5% by weight colloidal silicalite 
(MFI) zeolite, mean particle size 50 ran. 10 seconds after 
contact between the slurry and the disk, the disk is spun 
at 4000 rpm for 30 seconds. The disk and the resulting 
silica-zeolite layer are kept in a closed vessel at 
relative humidity close to 100% for 3 hours to age the 
silica, air dried at room temperature for 2 hours and 
subsequently in an oven at 110°C for 2 hours. 

Under an optical microscope, the resulting silica- 
zeolite layer appeared smooth, crack-free, and homogeneous. 
Scanning Electron Microscopy (SEM) of across-section 
through the supported layer shows a layer abou£^l ^im thick 
containing uniformly sized zeolite particles/^ see Fig. l. 
The homogeneity and continuity of the layer, coupled with 
its thinness, confirm that the resulting structure after 
calcining will form a layer according to the invention. 

In a comparison experiment, instead of soaking the 
disk, it was dried at 150°C in air for 12 hours, other 
process steps remaining the same. As can be seen from the 
SEM cross section shown in Fig. 2, the resulting layer is 
about 40 urn thick. It is also cracked, and not firmly 
attached to the substrate, making it unsuitable for use as 
a layer. 

Example 2 

This example illustrates manufacture of a layer by 
spin-coating using a permanent barrier layer. 

The support comprised an alpha-alumina base with a 
barrier layer of gamma-alumina, and was prepared as 
follows: 

A slurry was prepared by ball milling 800 g A1 2 0 3 in 
500 ml distilled water containing 4 . 3 ml hydrochloric acid 
for 16 hours to give alumina particles of mean diameter 0.5 
Mm. The slurry was degassed, poured into moulds and 
allowed to dry at ambient temperature for 3 days. The cast 



:-containing 8 . /% by 

I'VAUH, pH 10.3, was 

"by mixing equal 
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pieces were heated at 5°C/min to 12O0 s C,th€n fired at d20C°C 
for 2 hours. The fired pieces were then polished front -and 
back to a thickness of about 3 imn. A gamma -alumina coating 
was applied by dipping thealpha-alumina piece once into__a 
colloidal suspension of Boenmite, prepared by hydrolysis of 
aluiniii- sec-butoxide in eoo ml water \ and 0.76_ml nij-j-jc 
-uid. The Boehmite layer was converted to gamma-alumina by 
heating to 40u'c at a rate of 10°C/hobr and ho) ding for 24 
hours. 1-he coated product provides a support. 

A silica sol was prepared from ietraethyl ortho- 
silicate, water, ahd hydrochloric acid nnd aged at 50°C for 
5>0 minutes. 

A suspension of silicalite i, mean particle size 55 
nm, particle size range 40 to 70 nm, 
weight colloidal cry* L* Is in aqueous 
prepared and a coating slurry formed 

weights of the suspension and the sol. The *ooulting 
slurry was spin-coated onto the support-^at 4000 rpm. 

The resulting structure was then heated to 600°C at a 
heating rate of 20*c/hour. The final' layer structure is 
shown edge on and from the top surface in Figures 3 and 4. 
The edye on view demonstrates that the layer thickness^* 
*bout 0.2 mo and the top view shows tjh« organization of the 
crystals in the layer, and that the crystals are 
incorporated into the layer with littjle or no change in 
crystal size and chape. 

This example illustrates the use! of a layer according 
to the invention in the separation ofi a hydrocarbon 

mixture . : 

1 

* 

The layer of Example 2 was used jto separate an 
eqiumolar mixture of toluene, m-xylene, n-octane and iso- 
octane. The mixture was applied to the l^yer side of the 
layer struoLure in a continuous tlow.L-A gas sweep (Argon 
40-500 ml/min) was applied to the support side of the layer 
structure, and sampled by a gas operating with a 10' x 1/8" 
(about 3 m X 3 mm) stainless steel, ck% SP1200/ 5% Bentone 
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34 on 100/120 . Supelcoport column. The total pressure drop 
across the layer was 1000 kPa. Analysis of the gc data 
shows that the layer permeate had an enhanced aromatics 
content relative to feed content. Representative data at a 
temperature ofl80°C are shown in Figure 5. The plot shows 
the relative concentrations of toluene, m-xylene, n-octane 
and iso-octane as a function of elapsed time. The largest 
separation factor is observed for toluene/iso-octane with a 
value of 10. The total flux of hydrocarbon through the 
layer corresponds to 100 kg/m 2 /day at the start and after 
16 hours to an average of 40 kg/m 2 /day. 

Examples 4 to 2 6 
These examples illustrate manufacture of a layer by 
dip-coating. 

In each of the following Examples, a colloidal MFI 
zeolite crystal suspension having a mean particle size of 
7 0 nm was employed, together with a gamma-alumina surfaced 
alpha-alumina support as described in Example 2 . After 
dipping, the supported layer was dried at 4 0°C for 3 hours, 
at a relative humidity of 60%. Each layer was heated at 10° 
C/hour to 550°C, maintained at that temperature for 3 hours 
to effect calcination, and cooled to room temperature at 20° 
C/hour. 

Examples 4 to 9 
These examples were conducted at a dip time of 5 
seconds, a concentration of zeolite of 1.1%, and 1.6 g/1 of 
hydroxypropyl cellulose, varying the pH by adding small 
amounts of a one molar HNO3 solution, the effect of pH on 
adhesion being shown. . 



Example No pH Adhesion 

4 3.6 very good 

5 5.2 good 

6 7.6 acceptable 

7 9.1 acceptable 

8 10. 6 acceptable 

9 11.7 poor 
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Observation of adhesion standard was subjective; the 
zeolite layer thickness varied between 1.5 and 2 \im, as 
determined by S.E.M. 

Examples 10 to 14 
These examples were conducted at a dip time of 5 
seconds, a zeolite concentration of 1.1%, a pH of 3.5, and 
with different binders/surfactants. 



Example No. Additive 



Cone. 

g/i 



10 



11 



12 



13 



PVA r M = 72000 



PVA, M = 3000 



HPC, M = 100000 



3000 
100000 



20 

20 

1.6 

20 
1.6 



Observation 
Ad ; Conty 

very bad; 
cracks 
acceptable ; 
cont. 

very good; 
cont. 

good; cont. 



PVA, M = 
HPC, M = 
14 None 
Ad = adherence 
Conty = continuity of layer 
Cont = continuous 

Examples 15 to 20 
In these examples, the effects on the properties of 
the layer resulting from varying the zeolite concentration 
were studied; the dip time was 5 seconds, pH was 3.5, 
additive HPC, 1.6 g/litre. 
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Example No. Zeolite Cone, Layer Observation 

g/1 Thickness pun 



15 



16 



17 



18 



19 



20 



0.1 



0.5 



0.8 



1.1 



1.6 



2.1 



1.0 



2.5 



5.0 



6.5 



not 

continuous 
not 

continuous 

continuous, 

few cracks 

continuous, 

few cracks 

continuous, 

cracks 

continuous, 

cracks 



Examples 21 to 26 
In these Examples, the effect of the dipping time was 
studied; pH was 3.0, additive was HPC at 1.6 g/litre, 
zeolite content 1.1%. 



Example No. Dipping Time Layer Observation 

seconds Thickness |im 



no cracks 
no cracks 
no cracks 
no cracks 
cracks 
cracks 

The experiments show that dipcoating can give good 
continuous layers of low thickness; reparation to remove, 
cracks may be effected by multiple applications. 

Example 27 

This and the following example illustrate manufacture 
of a layer using hydrothermal crystallization techniques. 



21 1 0.7 to 1.1 

22 3 1.5 to 2 

23 6 2 

24 10 2 to 3 

25 20 3.5 

26 60 6.5 to 7 



WO 94/25151 



- 2S - 



Errr^KE94/oi3oi 



containf»xL_aii f.he 



IS . 79 
1-55 
6. 25 



In this example, the ageing solution 
2eolit6-f orming ingredients, 

A synthesis mixture was prepared from the following 
components, in parte by weight: 
Colloidal ZSM-5 "suspension, 50 tan mean 

particle size, 6.5% by weight ZSM-5 
Tetrapropylammonium bromide (TPAHr) 
Ludox Aa*40 colloidal silicas. 2.<m 

Using the barrier-forming «nd spkn^coating procedure 
of example l a water-soaked alpha-alumina disk with 80 nm 
diameter pores is spincoated with part of tho synthesis 
mixture. The coated disk is transferred to ^ ftu tocW 
and covered with the remainder of theUynthea is -mixture. 
The autoclave w«* transferred to an oven, heated to 1 6oV 
over the course of 2 hours, maintained *t that temperature 
for 120 hours, „ x ,d cooled to room temperature. 

The couled coated disk was washed in flowing tap water 
for 4 hours, washed twice in demineraiiaed water and then 
twice more at 80°C. The disk was dried by hunting in an 
ov*. at 10°C/hour to 110*C, maintainedbatllo-C for 5 hours 
*nd allowed to cool at room temperature^Calcining was 
effected by hearing atlCTC/hour to 55C£c, maintaining at 
Lh«t temperature for 16 hours, and coding at 60°C per hour 
to room temperature. 

*rom optical and SEM observations - .see Fig & - the 
resultant layer is about l urn thick arid crack-free, with a 
imal grain size of ftum ioo to 300 nid. 

Examp_le_2£ 

In this example, the ageing solution contained only 
those ingredieiiL* not already in the iayer. 

A synthesis mixture was prepared jfrom the following 
component* , In parts by weignt: 
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Colloidal silicalite 1 suspension, 20 to 30 nm 
particle size distributuion, 7.2 % by 
weight solids, including template present 
in the zeolite 20.00 
Ludox AS°40 colloidal silica 20.00 
Demineralized water 22.50 

An alpha-alumina disk was dipped into the solution for 
5 seconds, and immediately placed in an autoclave and 
covered with an ageing solution, pH 11.5 with a molar 
composition of 6.36 (NH 4 ) 2 0/1 TPABr/130 H 2 O/0.96 HN0 3 . The 
autoclave was put in an oven at 152°C and maintained there 
for 7 days. After removal from the autoclave, the disk was 
repeatedly washed with demineralized water at 70°C until the 
conductivity of the last wash - water was 10 microSiemens 
per centimetre. The disk was then dried at 4 0°C, relative 
humidity 60%, for several hours, followed by drying for 1 
hour at 105°C. 

Visual inspection showed the disk to be very 
homogeneous and smooth, with no visual terracing or 
scaling. By SEM it was seen that the layer had the crystal 
habit of silicalite - see Fig. 7 - with a mean diameter of 
100 nm; the cross-section - Fig. 8 -indicating a layer 
thickness of about 10 Jim. 

Example 29 

This example illustrates in situ formation of zeolite 
crystals on a support. 

A synthesis solution was prepared from the following 
components, the parts being given by weight: 
(20% by weight in water) 41.02 
NaOH, pellets 0.58 
Si0 2 powder (10% of water) 8.94 

The sodium hydroxide was dissolved in the TPAOH 
solution at room temperature, the silica added, and the 
mixture heated to boiling with vigorous stirring until a 
clear solution was obtained. The solution was cooled, 
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weight loss compensated with demineralized water, and the 
solution filtered through a 0.45 urn filter. The molar 
composition of the synthesis mixture was: 

0.52 Na 2 O/1.50 (TPA) 2 O/10 Si0 2 /142 H 2 0 

A quarter of an alpha-alumina disk, pore size 1 urn, 
diameter 47 mm, was air dried for 2 hours at 150°C, and 
weighed. 25.05 g of synthesis solution was poured on to 
the disk in a 150 ml stainless steel autoclave. The 
autoclave was placed in an oven, heated up to 150°C in the 
course of 1 hour and maintained at that temperature for 24 
hours . 

After cooling the autoclave the support was removed, 
repeatedly washed with deionized water and air dried atl50°C 
for 2 hours. A disk weight increase of 6.9 % was noted. 

The dried disk was then heated at 2°C/min to a 
temperature of 4 75°C and heated in air at that temperature 
for 6 hours. Comparison of SEMs of the original alpha- 
alumina surface - Fig. 9 - and of the calcined layer - Fig. 
10 - shows that the surface of the disk is homogeneously 
coated with intergrown spherical crystals of about 0.4 jim 
size, which show the typical crystal habit of silicalite. 

Example 30 

Example 29 was repeated except that crystallization 
took place at 98°C for 19 hours. An SEM - Fig. 11 - again 
shows a homogeneous coating of the disk surface, but the 
crystal size is now smaller, between 0.2 and 0.3 jim. 

Example 31 

A synthesis solution was prepared as described in 
Example 29. The support was an alpha-alumina substrate 
with a pore size of 160 nm; this was dried at 185°C, placed 
on the bottom of a 300 ml stainless steel autoclave, 
covered with 220.4 g of synthesis solution, and the 
autoclave maintained at 120°C for 24 hours. After washing, 
drying and calcining at 475°C for 12 hours in air, the 
supported layer was examined by SEM. The photographs - 
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Figs. 12 to 14 show the surface, Fig. ISshows a cross- 
section - indicate a uniform coating of 0.3 |im intergrown 
silicalite crystals and a layer thickness of about 0.5 jam. 

Example 32 

This example illustrates the manufacture of a zeolite 
layer by two in-situ crystallization steps at 120°C. 

The support comprises a porous alpha-alumina disk, 
having an avarage pore diameter of 160 nm, and polished on 
at least one side. After polishing the support is stored 
submerged in demineralized water until a day before the 
preparation of the zeolite layer. Then the support is 
placed in an oven, heated up at a rate of l°C/minute to 400° 
C, kept at 4 00°C for 4 hours, and cooled down. 

For the first crystallization step, a synthesis 
mixture is prepared by mixing silica (Baker, >99.75 pure 
Si02) , Tetrapropyl -ammonium-hydroxide (TPAOH, Fluka 
practical grade, 20% in water), NaOH (Merck, 99.99 pure) 
and demineralized water to get 100 ml of mixture with the 
following molar composition: 

10 Si02 / 1.5 (TPA)20 / 0.53 Na20 / 142 H20. 
The mixture is boiled on a hotplate for 5 minutes while 
stirring vigorously. Then the mixture is taken from the 
hotplate and left to cool down, after which H20 is added to 
compensate for evaporation losses during boiling. The dry 
support disk is taken out of the oven and placed on the 
bottom of a stainless steel autoclave with the polished 
side facing up. The synthesis mixture is poured in the 
autoclave next to the disk, which is eventually submerged 
in the mixture. The autoclave is closed and placed in an 
oven at 120°C for 72 hours. After removal from the autoclave 
the disk is washed 5 to 10 times in demineralized water of 
70°C. 

For the second crystallization step, a fresh synthesis 
mixture, identical to the mixture described for the first 
step, is prepared. The disk is placed in a clean autoclave 
while still wet, in the same orientation as in the first 
step, and the fresh synthesis mixture is poured in the 



WO 94/25151 



30 - 



TCIYEP94701301 



autoclave so that the disk is completely submerged. The 
autoclave is closed and put in an ovUmi at 120°C for 72 
hours. After removal from the autoclave tine disk is washed 
5 to 10 times in riemineralized watexHof 70°C. After washing 
the disk is dried in air at 30°C for; 1.5 days. Then the disk 
is heated up in air at a rate of 10°jyhour to 550°c, kept at 
that temperature for 16 hours, and ciooled down to room 
Leiuperature at a rate of 20 c C/hour, j 

X-Ray Diffraction (XRD) analysiis shows, that MF_j-±yp e 
zeolite crystals have formed on bothj the. top and the -bottom 
surfaces of tne disk, the intensity of the _XRD-peaks 
suggesting a zeolite layer thickness ; -of a few mir.rnns. 
Scanning electron Microscope (SEM) macrographs show that a 
dense layer, 3 to 5 micrometer in thickness, has formed at 
the -cop surface of the disk, and alsb at the bottom surface 
of me disk. 



Examnl^ 33. 34. 35 



and 36 



These examples illustrate the i ncrease j .n the amount 
of zeolite formed on the support with increasing number of 
crystallization steps. The preparation Is idehei<sal to that 
of Example 32, the number of crystal! iz-at ion steps varies 
from one to Ci.hut. 

XRD patterns have been obtained; from these disks after 
drying but before the thermal treatment at 550' C. 
Comparison of the XRD-patterns shows j that with each step 
the height of tne MFI-zeolite peaks increases wh_Us the 
height of the alpa-alumina peaks decreases, as shown in the 
following table, where the intensity rortio refers to the 
ratio between the intensity of the MFT (501) (051) (431) peak 
and the alpha-alumin.ft (012) peak; 

example number of aLeps ratio 



33 
34 
35 
36 



1 
2 
3 
4 



0.37 
0-7 A 

l.iiii 
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This indicates that the amount of zeolite on the disk 
increases with each crystallization step. 

Example 37 

This example describes the Helium permeation 
characteristics of disks prepared using one or two 
crystallization steps similar to Example 32, the first 
crystallization step done at 120°C and the second 
crystallization step done at 90°C. 

Helium permeation through the disk has been measured 
at total pressures in the range of 1 to 3 bar. Disks 
prepared using a single crystallization step at 120°C show 
He-permeations of several hundreds mmol/sm2bar / increasing 
with pressure. However, disks prepared using two 
crystallization steps (120°C and 90°C) show He-permeations 
of a few tens of mmol/sm2bar that are constant over the 
pressure range of 1-3 bar. 

Example 38 

A membrane fabricated according to the process of 
example 3 2 was mounted into a holder and a *Wicke- 
Kallenbach 1 experiment was carried out. A gas mixture of 
49.9% n-butane, 49.9% methane and 0.2% i-butane was passed 
over one side of the membrane, the other side being 
continuously purged with a dry helium stream. Both sides of 
the membrane were kept at atmospheric pressure. The 
analyses of both gas streams by an on-line gas 
chromatograph were evaluated and transformed to the 
corresponding fluxes through the membrane. Selectivities 
are given by: 

S=(Cl(perm)/Cl(ret))/(C2(perm)/C2(ret)) / where CI and C2 
are concentrations of components 1 and 2, and permeate and 
retentate streams are indicated by perm and ret, 
respectively. The calculated fluxes and selectivities are 
given in the following table: 
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T [C] Methane flux n-Butane flux S (n-butane/ 
[mol/m 2 s] *iq4 fmol/ro 2 s] *lo 3 methane) 

25 1.35 2.44 18.07 

50 2.15 2.67 12.42 

75 2.78 2.81 10.11 

100 4.94 3.14 6.36 

125 8.75 3.36 3.84 

150 13.1 3.40 2.60 

175 17.1 3.24 1.89 

200 21.3 3.07 1.44 



(Reference: 

E. Wicke and R. Kallenbach, Surface diffusion of carbon 
dioxide in activated charcoals, Kolloid Z., 97 (1941), 135) 

Example 39 

A membrane fabricated according to the process of example 
32 was used for a test similar to that in example 38. A gas 
mixture of 48.3% methane and 51.7% i-butane was used as 
feed stream. The calculated fluxes and selectivities are 
given in the following table: 



T [C] Methane flux i-Butane flux S (methane/ 

[mol/m 2 s] *10 4 [mol/m 2 s] *10 5 i -butane) 

25 1.29 7.18 1.92 

50 2.38 7.29 3.49 

75 3.76 7.41 5.43 

100 4.90 9.38 5.59 

125 6.29 13.2 5.10 

150 8.42 17.7 5.09 

175 12.2 22.3 5.86 

200 17.8 25.7 7.41 

Example 4 0 



A membrane fabricated according to the process described in 
example 32 was used for a test similar to that in example 
38. A gas mixture of 50.0% n-butane and 50.0% i-butane was 
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used as feed stream. The calculated fluxes and 
selectivities are given in the following table: 



T [C] 


n-Butane 
[mol/m 2 s] 


flux 
*10 3 


i-Butane 
[mol/m 2 s] 


flux 
*10 4 


S (n-butane/ 
i-butane) 


25 


1.33 




0.26 




51.95 


50 


1. 66 




0.71 




23.55 


75 


1. 99 




0.82 




24.21 


100 


2.29 




1.21 




18.93 


125 


2.24 




1. 60 




14. 00 


150 


2.45 




1.85 




13.24 


175 


2.28 




1.89 




12.06 


200 


2.26 




2.06 




10.97 



Example 41 

A membrane fabricated according the description in example 
32 was used for a test similar to that in example 38. A gas 
mixture containing 0.31% p-xylene, 0.2 6% o-xylene and 
methane as balance was used as feed stream. The calculated 
fluxes and selectivities are given in the following table: 

T [C] p-Xylene flux o-Xylene flux S (p-xylene/ 

[mol/m 2 s] *10 6 [mol/m 2 s] *10 7 o-xylene) 

100 3.54 0.49 60.10 

150 3.43 0.66 43.46 

175 3.33 0.92 30.49 

200 3 . 02 1.22 20.76 

Example 4 2 

A membrane fabricated according the description in example 
32 was used for a test similar to that in example 38. A gas 
mixture containing 5.5% benzene, 5.5% cyclohexane and 
methane as balance was used as feed stream. The calculated 
fluxes and selectivities are given in the following table: 
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T [C] 



Benzene flux Cyclohexane; 
Ool/m 2 s] *10 7 rmol/m 2 s1 



25 




0.53 


5.01 


50 




0.6b 


4 =-60 


75 


4 i 61 


0. 92 


4.09 


i no 


5. 67 


1.9S j 


2.90 


125 


9.23 


3.20 \ 


2.88 


150 


y . 49 


4.48 | 


2J2 


175 


10.9 


3.30 \ 


3.30 


vuu 


17.8 


4,48 = 


- .. . 3 . 97 



flux 
*10 7 



s (benzene/ 
cyclohexan e ) 



■ 

A membrane fabricated according the disruption in example 
32 was used for a test similar to that -In example 38. A gas 
mixture containing 7.6% n-hexane, 15.4% 2 , 2-dimethylbutane 
and methane as balance was used as feid stream. The 
calculated fluxes and selectivities a ±& -given in the 
f ul 1 Uiv i nij I .ctble : 



T [CJ n-Hexane flux i , a-uimeth yibufea ne s ( benagrW 



20 

100 
150 
200 



. f mol/m 2 s] *10 4 flux [mol/mg - e] *10? 

1.2 1.9 
i-5 2.3 
3-1 2.7 
3.0 n .9 

2.4 1,2 



cyclohexane) 

600 
GA0 



1150 
1560 



2090 



Example 44 

This example illustrates the growth of zeolite layers by 
multiple crystallizations, without refreshing the- synthesis 
mixture as in example 32, but by increasing the 
t:.r.yt>L-allization temperature stepwieo. 

A porous alpha-alumina disk with 
160 nm and polished on one side was exit into four equal- 
sized parts. The parts were weighed arid placed, polished 
sicte up, on teflon rings resting on trie bottom of a 
stainless steel autoclave. In the autdclave .was^oured 
7U.22 g of a synthesis solution with a -molar composition of 



a pore diameter of 
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10 Si02 / l/56 (TPA)20 / 0.275 Na20 / 147 H20. 
The open autoclave was placed in an exsiccator, which 
was then evacuated during 0.5 hours to increase the 
penetration of synthesis solution into the disks. Then the 
autoclave was taken out of the exsiccator, closed, and 
placed in an oven at room temperature. The oven was heated 
up to 90°C in a few minutes and kept at that temperature for 
48 hours. The autoclave was then cooled to room 
temperature, opened and one of the support pieces was 
removed. The autoclave was closed again and placed in an 
oven at room temperature. The oven was heated up to 110°C in 
a few minutes and kept at that temperature for 24 hours. 
The autoclave was cooled down again and the second piece 
was removed. The temperature cycle was repeated two more 
times, first for 24 hours at 13 0°C and then for 24 hours at 
150°C. The four pieces of the disk were all washed wtith 
demineralized water of 70°C until the washing water had a 
conductivity of about 6 micro Siemens/cm, dried at 105°C and 
cooled to room temperature in an exsiccator. It was 
observed that with each aging step the weight of the disk 
pieces increased, as shown in the following table: 

disk piece # temperature history 1 C weight 

increase % 



1 
2 
3 
4 



90 

90 + 110 

90 + 110 + 130 

90 + 110 + 130 + 150 



0.88 
2.04 
3.50 
5.63 



XRD analysis showed that with each ageing step the 
intensity of the zeolite peaks increased with respect to 
the intensity of the alpha-alumina peaks, as shown in the 
following table: 
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peak intensity ratio: 
disk piece # peak at d=0.385nm (MFI) / 

peak at d=0.348nm (A1203) 



1 0.190 

2 0.217 

3 0.236 

4 0.332 

These results indicate that with each ageing step at a 
higher temperature new zeolite crystals are deposited on 
the support. 
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CLAIMS 

1. A supported inorganic layer comprising contiguous 
particles of a crystalline molecular sieve, the particles 
having a mean particle size within the range of from 20 nm 
to 1 jam. 

2. A supported inorganic layer comprising particles 
of a crystalline molecular sieve, the particles having a 
mean particle size within the range of from 20 to 200 nm. 

3 . A process for the manufacture of a layer by 
deposition on a support from a colloidal zeolite suspension 
obtainable by preparing an aqueous synthesis mixture 
comprising a source of silica and an organic structure 
directing agent in a proportion sufficient to effect 
substantially completed solution of the silica source in 
the mixture at the boiling temperature of the mixture, and 
crystallization from the synthesis mixture. 

4. A process as claimed in claim 3, wherein after 
its deposition on the support the supported zeolite layer 
is activated. 

5. A process for the manufacture of a layer 
comprising a crystalline molecular sieve on a porous 
support, which comprises pre-treating the porous support to 
form at a surface thereof a barrier layer, and applying to 
the support a reaction mixture comprising a colloidal 
suspension of molecular sieve crystals, having a mean 
particle size of at most 100 nm, colloidal silica and 
optionally an organic structure directing agent, andif 
desired or required activating the resulting molecular 
sieve layer. 

6. A process as claimed in claim 4, wherein the 
barrier is a temporary barrier, and is advantageously 
water. 

7. A process as claimed in claim 4, wherein the 
barrier is a permanent barrier of smaller pore size than 
the support. 

8. A process for the manufacture of a layer 
comprising a crystalline molecular sieve on a porous 
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support which comprises applying toUln, "support by dip- 

3 CUll ° idal ot molecular sieve crystals 

resulting gel on the support and if Lnesired or required 
act iva Ling the resulting layer. 

9- A process for the manufacture of a layer 
uprising a crystalline molecular Sieve on a porous 
^pport, which comprises applying to or formings the 
support a iaycr comprising amorphous silica containing 
seeds of a zeolite having a mean particle aize of_^r most 
lOu nm, subjecting the l ayer to nydrothermal 
crystallisation, aild if desirea or ^irea nlc± 
ct-yetaliised l ay *Y . y 

10. A process for the manufacture of a Layer 
compri 3in g a crystalline molecular sieve on^ rous 
support, which comprises preparing al-synth^is mixture 
comprising a source of silica and anj orgvari. structure 
directing agent in a proportion sufficient to effect 
substantially complete dissolution ok the silica sourco in 
the fixture at the boiling temperature of the fixture ' 
immersing the support in the synthesis mixture 
cry^. rt lii 2ing zeolite from the synthesis mixture onto the 
support, and it desired or required activating the 
ivrystalli2ed layer. 



lx. The layer produced by the proaoo* of anyone of 
claims 3 to 10 or by any combination I of -^uch procenwm. 

12. A layer &s claimed in claim 1 or -claim_J J 
wherein the particle si 2e 0 f the molecular sieves tals 
in the i a y er is wiLhin the range of from 20 -bo^oo -ma, 
advantageously from 20 to joo nm. 

13, A layer as claimed m any dne of. claims 1 2 n 
and 12, wherein the particle si2e distribution is such'that 
at least 95% of the particles have a ki*a within +33 % of 
the meon, advantageously ±10% of the Wan, and preferably 
±7.5% ut the moan. 

ii t- 1 !; V aySr &S Claimed in any of clai ™ s ^ ^ and 
ll t« 13, wherein the layer thiclcnPssj is within 
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the range of from 0.1 to 2 0 jam, advantageously 0.1 to 15 ji 
m, advantageously 0.1 to 2 \xm. 

15. A layer as claimed in any one of claims 1, 2, and 
11 to 14, wherein the layer primarily contains nanopores 
i.e., pores between 1 and 10 nm. 

16. A layer as claimed in any one of claims 1, 2 and 
11 to 14, wherein the layer primarily contains micropores, 
i.e., pores between 0.2 and 1 nm. 

17. A layer as claimed in any one of claims 1, 2, and 
11 to 14, wherein the layer comprises molecular sieve 
crystals in a particulate matrix, the pore structure being 
defined by the interstices between the particles, between 
the crystals, and between the particles and the crystals, 
the pore structure advantageously being between 0,2 and 1 
nm in size. 

18. A layer as claimed in any one of claims 1, 2, and 
11 to 17, wherein the molecular sieve is a zeolite. 

19. A process for the separation of a fluid mixture 
which comprises contacting the mixture with one face of a 
layer as claimed in any one of claims 1, 2 and 11 to 18 
under conditions such that at least one component of the 
mixture has a different steady state permeability through 
the layer from that of another component and recovering a 
component or mixture of components from the other face of 
the layer. 

20. A process for catalysing a chemical reaction 
which comprises contacting a feedstock with a layer as 
claimed in any one of claims 1, 2, and 11 to 18, which is 
in active catalytic form under catalytic conversion 
conditions and recovering a composition comprising at least 
one conversion product. 

21. A process for catalysing a chemical reaction 
which comprises contacting a feedstock with one face of a 
layer as claimed in any one of claims 1, 2, and 11 to 

18, that is in the form of a membrane and in active 
catalytic form, under catalytic conversion conditions, and 
recovering from an opposite face of the layer at least one 



I ■ 
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conversion product, advantageously in a concentration 
differing from its equilibrium concentration in the 
reaction mixture. 



WO 94/25151 



KH7EP94/01301 



1/9 



silica/ 

ZEOLITE 
LAYER 

1pm 



FIG.1 





OC ALUMINA 
SUBSTRATE 




SILICA/ 

ZEOLITE 
LAYER 
CO fJm 



I 




OC ALUMINA 
SUBSTRA 



FIG. 2 






SUBSTITUTE SHEET (RULE 26) 



WO 94/25151 



PCT/EP94/01301 



2/9 



FIG.3 




FIG.4 




SUBSTITUTE SHEET (RULE 26) 



WO 94/25151 



PCT7EP94/01301 



3/9 



TEMP °C 




in c\i *9 *0 o 10 

c\i ^ O 



SUBSTITUTE SHEET (RULE 26) 



WO 94/25151 



PCT/EP94/01301 



4/9 



ZEOLITE 
LAYER 



FIG.6 





OC Al 2 0 3 
SUBSTRATE 



FIG.7 



x 40,000 




suBsrrruTE sheet (rule 26) 



WO 94/25151 



5/9 



FCT/EP94/01301 



FIG. 8 



ZEOLITE 
LAYER 




OC ~A1 2 0 3 
SUBSTRATE 



SUBSTITUTE SHEET (RULE 26) 



WO 94/25151 



6/9 



PCT/EP94/01301 



FIG. 9 * 5.000 




FIG. 10 x 5000 




SUBSTITUTE SHEET (RULE 26) 



WO 94/25151 



7/9 



PC17EP94/01301 



FIG. 11 x 10,000 




FIG.12 *156 




SUBSTITUTE SHEET (RULE 26) 



f 



1 



WO 94/25151 PCI7EF94/01301 

8/9 



FIG. 13 x 10, 000 



j 




FIG.14 x 80,000 




SUBSTITUTE SHEET (RULE 26) 



WO 94/25151 



PCT/EP94/01301 



9/9 



FIG.15 



ZEOLITE 



SUBSTRATE 




SUBSTITUTE SHEET (RULE 26) 



INTERNATIONAL SEARCH REPORT 



[nor* joal Application No 

PCT/EP 94/01301 



A. CLASSIFICATION OF SUBJECT MATTER 

IPC 5 B01J20/18 B01D71/02 C01B33/20 



According to International Patent a ossification (IPC) or to both national classification and IPC 



B. FIELDS SEARCHED 



Minimum documentation searched (classification system followed by rUrrinr s ri on symbols) 

IPC 5 B01J B01D C01B 



Documentation searched other than-minimum documentation to the extent that such documents are included in the fields starched 



Electronic data base consulted during (he international search (name of data hue and, where practical, search terms used) 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category * 



Citation of document, with mf*v** Hm \ where appropriate, of the relevant para ges 



Relevant to claim No. 



EP.A.O 135 069 (SUZUKI HIROSHI) 27 March 
1985 

cited in the application 

see page 4, line 7 - page 27, line 6 

EP,A,0 481 660 (THE BRITISH PETROLEUM 
COMPANY P.L.C.) 22 April 1992 
cited in the application 
see page 3, line 14 - page 5, line 11 

EP.A.O 397 216 (ALCAN INTERNATIONAL 

LIMITED) 14 November 1990 

cited in the application 

see page 2, line 39 - page 3, line 23 

EP.A.O 149 343 (EXXON RESEARCH AND 
ENGINEERING COMPANY) 24 July 1985 
see claim 1 



1,3 



1,3 



1,3 



LH 



Further documents arc listed in the continuation of box C 



Patent family m ember s arc listed in annex. 



' Special categories of cited rtonimrntt : 

'A* document defining the general state of the art which is not 
considered to be of particular relevance 

"E* earlier document but published on or after the international 
filing date 

'L* document which may throw doubti on priority daim(i) or 
which is deed to establish the publication date of another 
citation or other special reason (as specified) 

'O* document referring to an oral disclosure, use, exhibition or 
other means 

*P* document published prior to the international filing date but 
later than the priority date dnimrd 



T later document published after the international filing date 
or priority date and not in conflict with the application but 
cited to understand the principle or theory underlying the 
invention 

"X' document of particular relevance; the daimcd invention 
cannot be considered novel or cannot be considered to 
involve an inventive step when the document is taken alone 

*Y' document of particular relevance; the riiimfri invention 
cannot be considered to involve an inventive step when the 
document is combined with one or more other ruch docu- 
ments, such combination being obvious to a person skilled 
in the art. 

document member of the same patent family 



Dale of the actual completion of the miernational search 



17 August 1994 



Name and mailing address of the ISA 

European Patent Office, P.B. 521 S Patcmlaan 2 
KL - 2280 HV Rijsm jk 
Tel. (+31-70) 340-2040, Tx 31 651 epo nl, 
Fax: ( + 31-70) 340-301 6 



Date of mailing of the international search report 



3 1. 08. 94 



Authorized officer 



Clement, J-P 



Form PCT/ISA/3I0 (tacond thm\) (July 1992) 



oaae 1 of 2 



INTERNATIONAL SEARCH REPORT 

on patmt tmnJy mrmhm 



fob. qoojU Application No 

PCT/EP 94/01301 



Patent document 


Publication 


Patent family 


Publication 1 


cited in search report 


date 


member(() 


date I 


EP-A-0135069 


27-03-85 


JP-A- 


60028826 


14-02-85 






US-A- 


4699892 


13-10-87 


EP-A-0481660 


22-04-92 


AU-A- 


8473991 


30-04-92 1 






JP-A- 


5043218 


ZJ-O.c-93 1 


EP-A-0397216 


14-11-90 


AU-B- 


597641 


ft7— AC— Oft 1 






AU-A- 


7155287 


99— 1fk— Q7 I 






AU-B- 


590700 


ftQ_1 1 — QQ 1 

U9-il-o9 1 






all * 

AU~A~ 


"?1 CCJI07 
/19940/ 


99-1fi— Q7 I 
£t 1U o/ I 






EP-A.B 


0242208 


21-lU-o/ I 






EP-A- 


0242209 


21-10-87 






JP-A- 


62279806 


04-12-87 






Jr A 




91-19-07 1 
£.1 Ic of 1 






US-A- 


4938870 


rn-n7— on 1 

uo— U/ IjU 1 






US-A- 


5137634 


11-08-92 


Er-A-0149343 




CA-A- 


1214448 


9C.11.OC 1 
£3 11 OO I 






JP-A- 


60179136 


13-09-85 






US-A- 


4578372 


25-03-86 


EP-A-0511739 


AJ 1 1 

04-11-92 


JP-A- 


5105420 


97 -ft A .GO 1 






US-A- 


5266542 


30-11-93 1 


US-A-5019263 


28-05-91 


AU-B- 


642499 


01 1A I 

21-10-93 1 






AH— A- 




12-12-91 






CA-A- 


2043592 


A£ n<9 1 

06-1Z-91 1 






EP-A- 


0460512 


11-12-91 






JP-A- 


4227826 


17-08-92 






US-A- 


5100596 


31-03-92 






US-A- 


5110478 


05-05-92 






US-A- 


5069794 


03-12-91 



Fcro PCTylSA/310 (pucnt family tncez) (July 1993) 



